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1. Tipping Paper 

1.1 Modified tipping paper, Benkert Z4/100 

A new perforation system has been developped by Benkert and 
was used on the tipping paper for Merit Italy (produced in 
Munich)'. Basically the porosity remains the same, but the 
holes are smaller and more numerous. 

The smoke results of the first trial were comparable 
to the production standard, but the taste evaluation showed 
slightly less impact for the trial cigarettes when compared 
to the control. 

A second trial was carried out, and the analytical results 
of the second batch' of cigarettes showed a higher dilution. 
Also the smoke results (TPM, DPM and tar) were about 1 mg 
lower than' the standard! (Ref. 1). 

I has been decided to repeat the trial once more with the 
modified tipping paper Z4/100 and also to try a modified 
Z4/90. 


1.2 Micromecanically perforated tipping 

Five bobbins were received from Ecusta with porosities rangr 
ing from 45 1/h to 350 1/h. The physical aspect is very good 
and the holes are barely visible. 


1.3 Hauni electro-perforation on MAX-S 

Trials were carried! out on the MAX-S of group 4 on April 22nd;, 
1980 with Mr. Lindemann of Hauni. The variables were the 
hole size and the frequency (number of holes) . Twenty one 
different perforated papers were produced, 8 with the correct 
porosity (60 1/h - 12). Cigarettes were made from these 8 
papers, the objective being to achieve a dilution of 7 (between 
5 and II) (Ref. 2). 
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The results of the smoke lab showed that some of these 
cigarettes are out of the tolerated dilution range. A 
selection will be made and the different cigarettes will 
be submitted for taste evaluation. 


2. Cigarette paper 
2.1 New raw materials 

Wattens has come up with 2 cigarette papers, one made from 
tobacco stalks, the other from bamboo, similar to their 
WP 60. The appearance of these 2 papers is not very neat, 
but can be improved as this is a first trial. The smoke 
analysis results show a slight difference compared to the 
control, but the bamboo is closest. 

Sample cigarettes have been sent to Lausanne for taste 
evaluation, and results should shortly be forthcoming. 
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